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In. tJie claima; 

This listing of .laicns will replace all prior versions, and 
listings, of claims in the application: 

Claims 1-13 (cancelled) 

14. (Currently amended) A floor coinprising: of ' 

a sub-floor (10) continuously covered wich a layer (12) of 

cured elastic adhesive ^ ^.erials having a 

covering elements lie; ot wow« « . 

^,>, H r« the layer of cured elastic adhesive, wherein 

surface adhered to the xayer ot ^.^h-r-ed 

..id covering eleme«3 ar. =o^l«.ly covered on cheir .dl.,r=d 

surface with the adhesive. 

Wherein the cured elastic adhesive (12) xs applxed wxth a 

laver thickness of 0.5 to 5 mm.- 

Wherein the cured elastic adhesive has a shear strength 

^ n « 1.0 1.0 N/mm' u t i u^ u Ll 1 ^ T T /mm^ ; 

- wherein the shea r strength of the cured elastic adhesxve xs 
less than a shear strength of the sub-floor (10); and 

Wherein the cured elastic adhesive is a reaction adhesxve. 



15. (Cancelled) 

16. (Currently Amended) x Uu fl uu i . p. n . U iuu I rlni ^ n A 

7Tr;;:r^(lO) ^-»»^»lv ---^rrr, wlrh . layer ^12) of 

enured elap rte adhesive, uavina a 

I TTT^^ M6> of vr-^ .^ ^r- wood mat e rials havxng a 

r^<->x/ eyinq elemen ts (X6> — w^w _ 

surface with the adhe aivei^ 

PAGE4/iriODAT1WI20fl811:52:06ra|EastemI)ay^^^ 
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wherein the cvired elastic adhesive (12) is applied with a 
layer thicknesg of O.S to 5 nuny 

wherein the cured elastic adhesive has a s hear strength of 
less than 1,2 N/mm^; 

wherein the shear strength of the cured elast ic adhesive is 
less than a shear strength of the sub- floor (10) ; 

wherein the cured elastic adhesive is a reac tion adhesive; 

and 

wherein the cured adhesive is comprised of a react ion- type 
resin which hardens upon exposure to water. 

17, (Previously presented) The floor according to Claim 16, 
wherein the resin is a polyurethane or polyurethane hybrid 
resin. 

18, (Previously presented) The floor according to Claims 14, 
wherein the cured adhesive is comprised of modified silicone 
polymers - 

19, (Currently Amended) *fee — floor — according to — Claim — i4-r A 
floor comprising: 

a sub- floor (10) continuously covered with a layer (12> of 
cured elastic adhesive / 

covering elements (16) of wood or wood materia ls having a 
surface adhered to the layer of cured elastic adhesive, wherein 
aaid covering elements are completely covered on their adhered 
surface with rhe adhesive » 

wherein the cured elastic adhesive (12) is applied with a 
layer thickness of 0.5 to 5 mm; 

wherein the cured elastic adhesive has a shear s trength of 
less than 1-2 N/mm^; 

, 5 - 
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wherein the ahear strengch of the cured elast ic adhesive is 
leas than a shear strength of the sub- flo or (10) y 
wherein the cured elastic adhesive is a reaction adhes ive; and 

wherein the cured adhesive in the hardened condition has a 
Shore (A) hardness of 20 to 35, 

20. (Currently Amended) ^5he — floor acoording — te — Claim M ry A 
floor comprising; 

a sub- floor (10) continuously covered with a laver (12) of 

cured elastic adhesive^ 

covering elements (16) of wood or wood materials having a 
surface adhered to the layer of cured elastic adhesive, wherein 
said coverincf elements are completely covered on th eir adhered 
svirface with the adhesive^ 

wherein the cured elastic adhesive (12) is applied with a 
layer thickness of 0,5 to 5 mm; 

wherein the cured elastic adhesive has a shear strength of 
less than 1,2 N/mm^; 

wherein the shear strength of the cured elastic a dhesive is 
less than a shear strength of the sub- floor (10) / 
wherein the cured elastic adhesive is a reaction adhesive? and 
wherein the cured adhesive in the hardened condition has a break 
elongation of 300 to 1000%. 

21, (Currently amended) A method for adhering floor covering 
elements (16) of wood or wood materials to a siob- floor (10) / 
comprising : 

applying to said sub- floor and to the surface of said floor 
covering elements a cured elastic adhesive to a thickness of 0-5 
to 5 mm which hardens to a shear strength of 0,6 to 1-0 N/rom^ 
iQoo than luO N/mm^ . 

{WP335807;l) 
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22. (Cancelled) 

23. (Previously preeenned) The method as in Claim 21, wherein 
said sub-floor is comprised of cemenr, concrece or dry- 
construction plates, 

24. (Cancelled) 

25. (Currently Amended) The method ao — i« — Claim 21, A method 
for adhering floor covering elements (16) of wood or wood 
materials to a aub-floor (10), comprising: 

applying to said gub- floor and to the surface of said floor 
covering elements a cured elastic adhesive to a thickness of 0.5 
to 5 mm which hardens to a shear strength less than 1,2 N/mm^, 

wherein the cured adhesive is a polyurethane or 
polyurethane hybrid which hardens upon es^osure to water. 

26. (Previously presented) The method as in Claim 21, wherein 
the ciired adhesive is a one component modified silicone polymer . 

27. (Previously presented) The method for adhering floor 
covering elements (16) of wood or wood materials to a sub-floor 
(10) comprising: 

applying to said sub- floor and to the surface of said floor 
covering elements a cured adhesive which hardens to a shore 
hardness (A) of 2 0 to 35. 

28. (Previously presented) The method as in Claim 27, wherein 
said sub-floor is comprised of cement, concrete or dry- 
constructioxi plates . 

^ 7 ^ 
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29, (Previously presented) Tine method as in Claim 27, wherein 
the cured adhesive (12) is applied with a layer thickness of 0.5 
CO 5 mm. 

30. (Previously presented) The method as in Claim 27, wherein 
the cured adhesive is a polyurethane or polyurethane hybrid 
which hardens upon exposure to water. 

31- (Previously presented) The method as in Claim 27, wherein 
the cured adhesive is a one component modified silicone polymer. 

32. (Currently amended> A method for adhering floor 

covering elements (16) of wood or wood materials to a sub- floor 
(10) comprising; 

applying to said sub- floor and to the surface of said floor 
covering elements a cured adhesive which when hardened has a 
break elongation of 30 to 1000%. 

33- (Cancelled) 

34 . (Cancelled) 



(MW35B07;1) 
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